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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001] The present invention relates to a method for processing to separate flame retardants arid thermoplastic resin 
from thermoplastic resin compositions containing flame retardants employed, for example, for the bodies of monitors for 
televisions, computers, and the like. 

70 

Description of the Prior Art 

[0002] Presently, as bodies of monitors for televisions and computers, videos, and the like, thermoplastic resins such 
as styrene resins, ABS (acryiorifrile-butadiene-styrene). resins, and high-impact polystyrene resins with improved 

is impact resistance (blends of polybutadiene and polystyrene, blends of copolymers of the respective monomers, etc.) 
are generally employed. However, thermoplastic resins have such a problem that they are flammable when employed 
alone. From a viewpoint of the prevention of flame spread at the time of fire disaster, resin compositions that have been 
made flame retardant by compounding flame retarders such as flame retardants and flame retardant adjuvants aVe 
widely employed. Halogenated flame retardants are employed globally due to a higher flame retardant effect as com- 

20 pared to various plastic resins and low price. 

[0003] Halogen-based flame retardants, especially bromine-based flame retardants, have an excellent flame retard- 
ant effect on aromatic resins represented by styrene resins and have been employed in a great quantity for various body 
and part materials of home electric appliances. Therefore, a great quantity of resin compositions containing bromine- 
based flame retardants is discarded accompanying disposal of these electric appliances. 

25 [0004] Resin wastes are generally processed mainly by incineration and reclamation, and only a part is recycled by 
heat melting, etc. 

[0005] It is difficult, however, to incinerate flame retardant resin compositions due to their high flame retardance 
imparted and thus to process these compositions. 

[0006] With increased awareness of environmental problems, harmfuiness of halogenated organic substances to the 
. 30 environment has been pointed out and trie use of halogenated organic substances has been restricted. Presently, man- 
ufacturers using halogen-based flame retardants are considering conversion from halogen-based flame retardants to 
flame retardants not containing halogenated organic compounds such as phosphorus-based flame retardants. Phos- 
phorus-based compounds provide a weaker flame retardant effect than halogenated organic compounds, however. 
Thus, conversion from halogenated organic compounds is making very slow progress. 
35 [0007] Recently, recycling of resources has also been required, and especially, recycling of plastic materials has. been 
a global problem. Thus, establishment of methods for processing and recycling resin wastes has been an important 
problem. Processing and recycling of resin compositions containing flame retardants have scarcely been tackled and 
become a great problem. 

40 SUMMARY OF THE INVENTION 

[0008] The present invention has been proposed considering such circumstance. It is an object of the present inven- 
tion to provide a method for processing to separate flame retardants and thermoplastic resin from thermoplastic resin 
compositions containing flame retardants efficiently. 

45 [0009] The 1st invention of the present invention is a method for processing thermoplastic resin compositiohs con- 
taining flame retardants comprising: a resin dissolution step to disperse the thermoplastic resin composition containing 
flame retardants in a solvent and dissolve at least a part of the thermoplastic resin composition; a flame retardant 
removing step to remove at least a part of the flame retardants from the solution in which the resin has been dissolved; 
and a resin removing step to remove at least a part of the thermoplastic resin from the solution from which the flame 

so retardants have been removed. 

[0010] The 2nd invention of the present invention is a method for processing thermoplastic resin compositions con- 
taining flame retardants comprising: a resin dissolution step to disperse the thermoplastic resin composition containing 
flame retardants in a solvent and dissolve at least a part of the thermoplastic resin composition; a resin removing step 
to remove atleast a part of the thermoplastic resin composition from the solution in which the resin has been dissolved; 

55 and a flame retardant removing step to remove at least a part of the flame retardants from the solution from which the 
resin has been removed. 

[001 1] The 3rd invention of the present invention is the method for processing thermoplastic resin composition con- 
taining flame retardants according to said 1st or 2nd invention, wherein the resin removing step comprises a step of dis- 




EP 0 949 293 A2 

tillation under reduced pressure. 

[0012] The 4th invention of the present invention is the method tor processing thermoplastic resin composition con- 
taining flame retardants according to said 1st or 2nd invention, wherein the resin removing step comprises a step of 
adding water or lower alcohols. 
5 [001 3] The 5th invention of the present invention is the method for processing thermoplastic resin composition con- 
taining flame retardants according to any one of said 1st to 4th inventions, wherein said flame retardants are bromine- 
based flame retardants. 

[0014] The 6th invention of the present invention is the method for processing thermoplastic resin composition con- 
taining flame retardants according to any one of said 1 st to 5th inventions wherein said thermoplastic resins are styrene 
w polymers. 

[001 5] The 7th invention of the present invention is the method for processing thermoplastic resin composition con- 
taining flame retardants according to any one of said 1 st to 6th inventions wherein said solvents are represented by the 
chemical formula 1: 

15 . [Chemical Formula 1] 

R 



Cw H2W+1 — O - (CH 2 ~~CHO ) 2 ~~C n H 20+1 

25 wherein, R is hydrogen or methyl group, m is an integer of 1 or more and 4 or less, and n is an integer of 0 or more and 
4 or less; or the chemical formula 2: 

R 1 OOC-(CH 2 )n'COOR 2 [Chemical Formula 2] 

30 wherein, Rt and R 2 are alkyJ groups having 1 or more and 3 or less carbon atoms, and n is an integer of 0 or more and 
4 or less. 

[0016] The 8th invention of the present invention is the method for processing thermoplastic resin composition con- 
taining flame retardants according to any one of said 1st to 6th inventions wherein said solvents contain at least one 
selected from a group consisting of d-limonen, Mimonen, and dipentene. 

35 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[001 7] The present invention relates to a method comprising the steps of immersing a thermoplastic resin composition 
containing flame retardants in a solution in which at least a part of the thermoplastic resin is dissolved and finally sep- 

40 arating at least a part of the thermoplastic resin from the flame retardant. 

[001 8] The thermoplastic resin compositions as described herein are those containing at least flame retardants and/or 
flame retardant adjuvants to impart flame retardance to thermoplastic resin and additives such as stabilisers and color- 
ants that are mixed according to the applications of the resin compositions and thus refer to resin compositions formed 
by mixing resin with various additives. 

45 [001 9] As flame retardants, phenyl oxide-based flame retardants such as decabromodiphenyl oxide; octabromodiphe- 
nyl oxide, and tetrabromodiphenyl oxide; bisphenol A flame retardants such as tetrabromobisphenol A (TBA); bromine- 
' .based flame retardants such as hexabromocyclododecane, bistribromophenoxyethane, tribromophenol, ethylene 
bistetrabromophtalimido, TBA polycarbonate oligomer, brominated polystyrene, and TBA epoxy oligomers; chlorine- 
based flame retardants such as chlorinated paraffin, perchlorocyclopentadecane, and chlorendic acid; phosphorus- 

so based flame retardants; flame retardarrts-based nitrogen compounds; and inorganic flame retardants are known. 

[0020] The flame retardants contained in thermoplastic resin compositions may a single type or a mixture of a plurality 
of types and any contents may be applicable for the flame retardants. 

[0021] The effect of the present invention is remarkable, when bromine-based flame retardants are employed among 
these flame retardants. 

55 [0022] Any thermoplastic resins can be employed and the present invention is effective especially for styrene poly- 
mers. As styrene polymers, polystyrene, poly-a-methylstyrene, and polymers comprising styrene-butadiene, styrene- 
acrylonitrile, styrene-butadiene-acrylonitrile, and styrene-maleic anhydride can be mentioned. 
[0023] The above styrene polymers may be employed alone or as a mixture. Mixtures with other polymers can be 
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employed. 

[0024] Although the styrene polymers may have any molecular weights, those with a molecular weight of around 200- 
1 ,000,000 are preferable. 

[0025]. Bromine-based flame retardants mainly employed at present include both those insoluble in solvents such as 
5 decabromodiphenyl oxide and those relatively soluble in solvents such as tetrabromobisphenol A. Therefore, two types 
of bromine-based flame retardants, that is, those easily dissolved in liquids in which thermoplastic resins are soluble 
and those not dissolved are present. Therefore, methods for processing vary according to the solubility of flame retard- 
ants. 

[0026] The method for processing of the present invention shall be described in detail. 

10 [0027] The method for processing thermoplastic resin compositions containing flame retardants according to the 
present invention comprises first a resin dissolution step to disperse a thermoplastic resin composition containing flame 
retardants in a solvent and to dissolve at least a part of thermoplastic resin. The thermoplastic resin compositions sub- 
jected to the method for processing of the present invention frequently contain various additives such as stabilizers and 
colorants, besides flame retardants and resin. These additives are precipitated in the resin dissolution step, Thus, the 

is present method comprises, as a second step, a solid removing step to remove insoluble solids from the solution 
obtained in the resin dissolution step. As mentioned above, flame retardants are or are not separated and removed in 
the step according to the types of the flame retardants. Then, the thermoplastic resin can be separated by a resin pre- 
cipitation step in which at least a part of the thermoplastic resin is precipitated from the resin dissolution liquid from 
which the insoluble solids have been removed. 

20 [0028] When flame retardants are insoluble in a solvent for the resin dissolution step, a resin dissolution liquid 
employed in the resin precipitation step contains only resin components soluble in the solvent. In this case, the resin 
can be recovered by separating the resin from the solution with distillation under reduced pressure. In addition, since 
the solution employed can be recovered, it can be employed again in the dissolution step. 

[0029] On the other hand, when flame retardants are soluble in a solvent for the resin dissolution step, the resin dis- 
ss solution liquid employed in the resin precipitation step contains the resin and the flame retardants. In such cases, resin 
can be precipitated by addition of water or lower alcohols and separated from the flame retardants. As lower alcohols, 
methanol, ethanol. propanol, isopropanol. etc.. can be mentioned. 

[0030] Solvents employed in the resin dissolution step of the method for processing aocording to the present invention 
; may be any solvents in which thermoplastic resins to be processed are generally soluble. For example, acetone, tolu- 
30 ene, C-i.2 aliphatic halogenated hydrocarbons (for example, 1 ,2-dichloroethane, chloroform, dichioromethane, 1,1- 
dichloroethane, tetrachloroethane, trichloroethane, etc.), ethyl acetate, methyl acetate, and butyl acetate can be men- 
tioned. Since bromine-based flame retardant, tetrabromobisphenol A is soluble in methanol as well as in the above sol- 
vents, the use of methanol in the resin precipitation step enables easy separation of theramoplastic resin and flame 
retardants. 

35 [0031] Most of the solvents mentioned above have low flash points and require cautions in handling. Glycol ether com- 
pounds and fatty acid dialkyl ester compounds shown by the chemical formulas 3 and 4 and solvents mainly composed 
of d-limonen, l-limonen, or dipentene can be employed in the resin dissolution step. These solvents have excellent 
capacity to dissolve thermoplastic resins. 

40 [Chemical Formula 3] 



R 



. ChU*! -□- (CH2-CH0) 2 -CnH 2 n + l 

50 

wherein, R is hydrogen or methyl group, m is an integer of 1 or more and 4 or less, and n is an integer of 0 or more and 
4 or less; or the chemical formula 2: 

FVOOC- (CH 2 ) n -C00R 2 [Chemical Formula 4] 

55 

wherein, and R 2 are alkyl groups having 1 or more and 3 or less carbon atoms, and n is an integer of 0 or more and 
4 or less. 

[0032] In addition, when glycol ether compounds shewn by the chemical formula 3 are employed as a major compo- 
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nent. the addition of water to a solution in which thermoplastic resin is dissolved results in precipitation of the thermo- 
plastic resin in the solution. Then/after adherent water is removed by drying operation, thermoplastic resins are easily 
obtained. It is desirable to add 5-20 parts by weight per 100 parts by weight of the thermoplastic resin dissolution solu- 
tion. 

5 (0033] Solvent and thermoplastic resin can be separated by distillation of a solution in which thermoplastic resin is 
dissolved. The separated solvent can be employed again as a solvent employed in the method for processing according 
to the present invention, and the separated resin can be recycled as a raw material of thermoplastic resin again. 
[0034] As glycol ether compounds shown by the chemical formula 3, diethylene glycol monoalkyl ether, dipropylene 
glycol monoalkyl ether, diethylene glycol dialkyl ether, dipropylene glycol dialkyl ether, etc., can be employed. As alkyl 
. 10 groups shown by C m H 2rT Hi and C n H 2m .i. methyl g-oup. ethyl group, propyl group, iso-propyl group, butyl group, iso- 
butyl group, and tert-butyl group are effectiva Two alkyl groups in the dialkyl ethers may be the same or different. It is 
more desirable to use at least one selected from a group consisting of diethylene glycol dimethyl ether, diethylene glycol 
diethyl ether, and dipropylene glycol dimethyl ether as a major component. 

[0035] Since solvents employed in the resin dissolution step in the method for processing according to the present 
15 invention can dissolve a larger amount of styrene polymer as concentrations of these glycol ether compounds become 

higher, it is desirable to elevate the concentrations of glycol ether compounds shown by the chemical formula 3 as far 

as possible. Meanwhile the concentration is preferable to be more than so called chemical reagent second class level. 

[0036] Fatty acid dialkyl ester compounds shown by the chemical formula 4 are preferably dialkyl esters of oxalic acid, 

malonic acid, succinic acid, glutaric acid, and adipic acid in which alkyl groups shown by R1 and R2 are methyl group, 
20 ethyl group, propyl group, isopropy! group, butyl group, iso-butyl group, or tertbutyl group, and n representing the 

number of methylene groups is in the range of 0-4 (inclusive). Two alkyl groups in the dialkyl esters may be the same 

or different. - 

[0037] It is preferable to use at least cine selected from fatty acid dimethyl ester compounds of the chemical formula 
4 in which alkyl groups shown by R1 and R2 are methyl group, especially from a group consisting of dimethyl succinate. 

25 dimethyl glutarate, and dimethyl adipate as a major component. 

[0038] Since solvents employed in the present invention can dissolve a larger amount of styrene polymers as concen- 
trations of these fatty acid dialkyl ester compounds become higher, it is desirable to elevate the concentrations of fatty 
acid dialkyl ester compounds shown by the chemical formula 4 as far as possible. Meanwhile the concentration is pref- 
erable to be more than so called chemical reagent second class level. 

30 [0039] The solvents employed in the resin dissolution step of the method for processing according to the present 
invention may be mainly composed of d-limonen, l-limonen, or cfipentene. Since solvents employed in the present 
invention can dissolve a large- amount of styrene polymers as concentrations of these components become higher, it 
is desirable to elevate the concentrations of these compounds as far as possible. It is also possible to use a mixture of 
solvents shown by the chemical formulas 3 and 4, and d-limonen, l-limonen, and dipentene. 

35 [0040] To solvents employed in the resin dissolution step of the method for processing according to the present inven- 
tion, known additives in the forms of powder and solution can be added as required in the extent not largely damaging 
the dissolution capacity of the solvents. For example, antioxidants, antibacterial/arrtimycotic agents, insect repellers, 
colorants, blowing agents, surfactants, or agents to improve powder f lowability can be optionally employed. 
[0041] In the method for processing of thermoplastic resin compositions containing flame retardants of the present 

40 invention, the resin may be solid pieces obtained by coarse crushing or powder obtained by fine crushing to improve a 
dissolution rate of the resin in a solvent. In addition, in order to improve a cfissolution rate of a solvent itself, warming 
and ultrasonic operations can be implemented. 

[0042] As a result of the above operations, components insoluble in solvents remain in the solution. The remaining 
components are separated with filter treatment, supernatant treatment, centrifugation, and the like. The separated com- 
45 ponents can be employed as raw materials of various additives again after removing the adhesive solution by washing 
with water and drying. Substances insoluble in solvents such as pigments and glass fibers may remain mixed as far as 
they do not largely affect the separated components. 

[0043] Thermoplastic resin dissolved can be easily recovered by distilling only solvents with distillation under normal 
or reduced pressure. Solvents obtained by distillation can be recycled as solvents for the present invention again. Ther- 
so moplastic resin remaining as. residues after distillation can be reused for various products employing thermoplastic 
resin such as bodies of TV, monitors, and videos, after molding process again. Substances solved in a solvent such as 
dyes can remain mixed as far as they do not affect greatly the recycled resin. 

[0044] In the method for processing of the present invention, since solvents with relatively high flash points are excel- 
lent in terms of safety, the method can be implemented at places where thermoplastic resin wastes appear, specifically 
55 in electric appliance stores and various factories. 
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EXAMPLES • 

[0045] - The method for processing thermoplastic resin compositions containing flame retardants according to the 
present invention are specifically described below. 

5 

(Example 1) 

[0046] In this Example, as a thermoplastic resin composition to be processed, a thermoplastic resin component com- 
prising decabromodiphenyl oxide as a flame retardant component and polystyrene as a resin component was prepared 
10 in advance and the flame retardant contained in the resin composition was separated from the resin. The content of the 
flame retardant was adjusted to account for 5 parts by weight of the resin composition. 

[0047] The resin composition to be processed was first subjected to coarse crushing to obtain blocks of about 5 mm 
x 5 mm in size. Then, the blocks were dispersed and dissolved in dipropylene glycol dimethyl ether. At the time of dis- 
solution, 100 parts by weight of the solvent were employed per 20 parts by weight of the resin composition to be proc- 

is essed. After the solution was stirred sufficiently, it was left standing to precipitate the flame retardant. 

[0048] After that, the supernatant of the solution in which polystyrene was dissolved was transferred to another con- 
tainer to separate the flame retardant in the resin composition to be processed as a residue precipitating from the solu- 
tion. The solution remaining after the above operations, in which polystyrene was dissolved, was subjected to distillation 
operation under ordinary pressure and an atmosphere where oxygen was blocked by nitrogen purge with distillation 

20 apparatus temperature set at 200°C (a boiling point of dipropylene glycol dimethyl ether: 175°C) to separate dipropylr 
ene glycol dimethyl ether from polystyrene. 

[0049] Dipropylene glycol ether thus obtained was employed for the same operations again and the same results were 
obtained. It was thus confirmed that the dipropylene glycol ether could be employed again as a dissolution solution for 
polystyrene. Weight average molecular weight was determined to know a property of the polystyrene thus separated. 
25 The results indicated that there was no significant difference in weight average molecular weight between prior to and 
following the experiment and confirmed that the recovered polystyrene could be employed as a raw material again. 

(Example 2) 

30 [0050] In this example, as a thermoplastic resin composition to be processed, styrene resin containing 2 parts by 
weight of a flame retardant mainly composed of isopropylphenyldrphenyl phosphate was employed and the flame 
retardant contained in the resin was separated from the styrene resin. 

[0051] First, the resin to be processed was finely crushed to obtain powder of 20 mesh or less. The powder was dis- 
solved in dimethyl succinate. At the time of dissolution, 100 parts by weight of the solvent were employed per 5 parts 
35 by weight of the resjn to be processed. Subsequently, after the solution was stirred sufficiently, it was left standing to 
precipitate the flame retardant Then, the supernatant of the solution in which the styrene resin was dissolved was 
transferred to another container to separate the flame retardant in the resin composition to be processed as residue 
precipitating from the solution. 

[0052] Then, the solution thus obtained in which the styrene resin was dissolved was subjected to distillation under 
40 reduced pressure while the pressure was reduced to 20 mmHg and the temperature of the distillation apparatus was 
set at 60°C to separate dimethyl succinate from the styrene resin. 

(Example 3) 

45 [0053] In this example, as a thermoplastic resin to be processed, ABS resin containing 1 part by weight of a flame 
retardant mainly composed of decabromodiphenyl oxide was employed and the flame retardant contained in the resin 
was separated from the ABS resin. 

[0054] First, the resin to be processed was finely crushed to obtain powder of 20 mesh or less. Then, the powder was 
dissolved in d-limonen. At the time of dissolution, 100 parts by weight of the solvent were employed per 20 parts by 
so weight of the resin to be processed. Further, after the solution was stirred sufficiently, it was left standing to precipitate 
the flame retardant. 

[0055] Then, the supernatant of the solution in which the ABS resin was dissolved was transferred to another con- 
tainer to separate the flame retardant in the resin composition to be processed as residue precipitating from the solu- 
tion. Then, the solution remaining after the above operations in which the ABS resin was dissolved was subjected to 
55 distillation under ordinary pressure and atmosphere where oxygen was blocked by nitrogen purge with distillation appa- 
ratus temperature set at 200°C (a boiling point of d-limonen: 1 75°C) to separate d-limonen from the ABS resin. 
[0056] The d-limonen thus obtained was employed again for the same operations and the same results were 
obtained. Thus, it was confirmed that the d-limonen could be employed as a dissolution solution for ABS resin again. 



I 
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The degree of degradation o1 the ABS resin thus separated was examined according to the changes in weight average 
molecular weight As a result, no significant difference was observed in weight average molecular weight between prior 
to and following the experiment. It was thus confirmed that the resin could be employed as a raw material for ABS resin. 

5 (Example 4) 

[0057] In this example, as a thermoplastic resin composition to be processed, a thermoplastic resin composition com- 
prising decabromodiphenyl oxide as a flame retardant component and polystyrene as a resin component was prepared 
in advance and the flame retardant contained in the resin composition' was separated from the resin. At the time, the 

to content of the flame retardant was adjusted to account for 5 parts by weight of the resin composition. 

[0058] The resin composition to be processed was first subjected to coarse crushing to obtain blocks of about 5 mm 
x 5 mm in size. Then, the blocks were dispersed and dissolved in dimethyl succinate. At the time of dissolution, 100 
parts by weight ol the solvent were employed per 1 0 parts by weight of the resin composition to be processed. Aft©- this 
solution was stirred sufficiently, it was left standing to precipitate the f lame retardant. 

is [0059] After that, the supernatant of the solution in which the polystyrene was dissolved was transferred to another 
container and the flame retardant in the resin composition to be processed was separated as residue precipitating from 
the solution. The solution remaining after the above operations in which polystyrene was dissolved was subjected to 
distillation treatment under reduced pressure of 20 mmHg with distillation apparatus temperature set at 60°C to sepa- 
rate dimethyl succinate from polystyrene. 

20 [0060] Dimethyl succinate thus obtained was employed for the same operations again and the same results were 
obtained. It was thus confirmed that the dimethyl succinate could be employed again as a dissolution solution for poly- 
styrene. Weight average molecular weight was determined to know a property of the polystyrene thus separated. The 
results indicated that there was no significant difference in weight average molecular weight between prior to and fol- 
lowing the experiment and confirmed that recovered polystyrene could be employed as a raw material again. 

25 ' 

(Examples) 

[0061 ] In this example, as a thermoplastic resin composition to be processed, a thermoplastic resin composition com- 
. prising decabromodiphenyl oxide as a flame retardant and polystyrene as a resin component was prepared in advance 
30 and the flame retardant contained in the resin composition was separated from the reins. The content of the flame 
retardant was adjusted to account for 5 parts by weight of the resin composition. 

[0062] First, the resin composition to be processed was finely crushed to obtain powder of 50 mesh or less. Then, the 
powder was dispersed and dissolved in dipropylene glycol dimethyl ether. At the time of dissolution, 100 parts by weight 
of the solvent were employed per 20 parts by weight of the resin composition to be processed. After the solution was 
as stirred sufficiently, it was left standing to precipitate the retardant. 

[0063] After that, the supernatant of the solution in which the polystyrene was dissolved was transferred to another 
container to separate the flame retardant in the resin composition to be processed as residue precipitating from the 
solution. 

[0064] Then, 10 parts by weight of water were added to 100 parts by weight of the supernatant to reprecipitate poly- 
40 styrene as a gel substance. The gel polystyrene thus obtained was scooped, washed with water, and left in a dry kiln 
at 100°C until sufficiently dried. In the above method, the time required to dry 100 g of the styrene resin was 10 minutes 
or less. The weight average molecular weight of the styrene resin thus obtained was 99% of the weight average molec- 
ular weight of polystyrene before dissolution. No degradation of the resin was confirmed. Thus, H was confirmed that 
recycled polystyrene was in the same condition as before recycling. 

45 

(Example 6) 

[0065] In this example, as a thermoplastic resin composition to be processed, high-impact polystyrene (abbreviated 
as HIPS hereinbelow) waste containing about 10 parts by weight of decabromodiphenyl oxide as a flame retardant. 
so which had been employed as a back cover for television and was subjected to coarse crushing into blocks of about 5 
mm x 5 mm in size, was prepared. 

[0066] The thermoplastic resin composition was dispersed and dissolved in chloroform. At the time of dissolution, 10O 
parts by weight of the solvent were employed per 10 parts by weight of the resin composition to be processed. After the 
solution was stirred sufficiently, it was left standing to precipitate the flame retardant 
55 [0067] After that, the supernatant of the solution in which a part of HIPS was cfissolved was transferred to another 
container to separate the flame retardant and other insoluble substances in the resin composition to be processed as 
residue precipitating from the solution. 

[0068] Methanol was added to the chloroform solution in which a part of HIPS was dissolved to precipitate the resin 
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component. The resin component thus precipitated was scooped, washed thoroughly with methanol, and left in a dry 
kiln at 100°C until sufficiently dried. The results of infra-red absorption spectrometry of the resin component showed 
that the resin component was polystyrene. It was also confirmed that the resin component contained no flame retard- 
ant Chloroform was separated from methanol by distillation. 

5 

(Example 7) 

[0069] In this example, as a thermoplastic resin composition to be processed, a thermoplastic resin composition com- 
prising tetrabromobisphenol A as a flame retardarrt and polystyrene as a resin component was prepared in advance 
io and the flame retardarrt contained in the resin composition was separated from the resin. The content of the flame 
retardarrt was adjusted to account for 3 parts by weight of the resin composition. 

[0070] First, the resin composition to be processed was finely crushed to obtain powder of 1 00 mesh or less. Then, 
the powder was dispersed and dissolved in toluene. At the time of dissolution, 100 parts by weight of the solvent were 
employed per 5 parts by weight of the resin composition to be processed. After the solution was stirred sufficiently, no 

is precipitate was observed. 

[0071 ] Methanol was added to the solution in which polystyrene and the flame retardant were dissolved to precipitate 
polystyrene. As a result of separation of toluene, methanol, and the flame retardant with distillation under reduced pres- 
sure, the flame retardant was taken out so that the flame retardant was separated from the styrene resin. 
[0072] The use of the method for processing according to the present invention enables easy separation of thermo- 

20 plastic resin compositions containing a flame retardant, which are anticipated to be discarded in a large amount and to 
cause a-problem in the future, into flame retardants and thermoplastic resin. In addition, since a reduction in waste can 
be attained through recycling flame retardants and thermoplastic resins and solvents employed for recycling are reus- 
able, the present invention is helpful in solving environmental problems that has been required recently. 

25 Claims 

1 . A method for processing thermoplastic resin compositions containing flame retardants comprising: 

a resin dissolution step to disperse the thermoplastic resin composition containing flame retardants in a solvent 
30 and dissolve at least a part of the thermoplastic resin composition; 

a flame retardant removing step to remove at least a part of the flame retardants from the solution in which the 
resin has been dissolved; and 

a resin removing step to remove at least a part of the thermoplastic resin from the solution from which the flame 
retardants have been removed. 

35 

2. A method for processing thermoplastic resin compositions containing flame retardants comprising: 

a resin dissolution step to disperse the thermoplastic resin composition containing flame retardants in a solvent 
and dissolve at least a part of the thermoplastic resin composition ; 
40 a resin removing step to remove at least a part of the thermoplastic resin composition from the solution in 

which the resin has been dissolved; and 

a flame retardant removing step to .remove at least a part of the flame retardants from the solution from which 
the resin has been removed. 

45 3. The method for processing thermoplastic resin composition containing flame retardants according to claim 1 or 2, 
wherein the resin removing step comprises a step of distillation under reduced pressure. 

4. The method for processing thermoplastic resin composition containing flame retardants according to Claim 1 or 2, 
wherein the resin removing step comprises a step of adding water or lower alcohols. 

50 

5. The method for processing thermoplastic resin composition containing flame retardants according to any one of 
claims 1 -4, wherein said flame retardants are bromine-based flame retardants. 

6. The method for processing thermoplastic resin composition containing flame retardants according to any one of 
55 claims 1 -5, wherein said thermoplastic resins are styrene polymers. 

7. The method for processing thermoplastic resin composition containing flame retardants according to any one of 
claims 1 -6. wherein said solvents are represented by the chemical formula 1 : 
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EP0949293A2 

[Chemical Formula 1] 

R 
\ 

C.HWi -□- (CH«-CHD)«-C.H»-i 

wherein, R is hydrogen or methyl group, m is an integer of 1 or more and 4 or less, and n is an integer of 0 or more 
and 4 or less; or the chemical formula 2: , 

^OOC-tCH^n-COORa [Chemical Formula 2] 

wherein, R 1 and R 2 are alkyl groups having 1 or more and 3 or less carbon atoms, and n is an integer of 0 or more 
and 4 or less. 

8. The method for processing thermoplastic resin composition containing flame retardants according to any one of 
claims 1-6, wherein said solvents contain at least one selected from a group consisting of d-limonen, Mimonen, and 
dipentene. 
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